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UaoSpeTeaae othochtch k Mepnofi MerajiJiyp- 

raH, o UMCtino tc caoco&y n^/OBjuvAt io<i bkcuku* 

xpoMHCrux « apyrxx Kounjiexcuo-Jief Hpoaaii- 
hhx aep^aseiouiKx crajieft, e toil nntnt jicrii- 

vpOMHHUX TMTaBOM. 

HaBeCTHbifi onocoC nanyMCHn« HepxaBeiomefi 
xponcoAep«aiueA ctsjih BWiioqaeT b cefifl pac- 
waweHHe iiihxtu, otieayrjepoacHaaHRe pac- 
ujaaa, pacKHcaeriHe, JierHpoaaHMe h BunycK 
iwaaxH b kosoj non nepBH^HUM oj;i8kom. B bsh- 
ay no xoAy' anaBKH bboabt okhcjiu napraaiu. 
OcHOBHOcrb uuiaxa aepea BunycKOM JiaaaKH H3 
ne*n yBeauquaaioT nyTei* npkcajuui' uapram^ 


Bwnycic anaaicK ocycuecraak^ 
Hp 8 O^epaARIIBOTOblfi KoainliipH oc»6bhocth 
ntMu He Mcaec 1*3 c ojntopeiteHHMM 4otdo- 
aaHHeu yeraana THtaHOM. -v ^ > ; > - 
- BMiwaBka, ctiutK no Ho&ouy caocody mkoio- 
^acrca ate^yiotueii. B crai^aBHairfiTO 
3arpywa»T uef auiRqecicyio mHxry, xpJ 
Me#y» pyny. okhcau juh KapGoHatu napfajiiU 
R ocHOBHue uiaaKob6pa3ymmHe uaTepnuu. 3a* 
w TeM a o6mhhom nopjuue pacnjiaanaiOT h ofeayr- 
JiepoatiiBaiOT paciuaB. TlpH stoic <ipo A yBjcy 
^potfaao^aT khc40poaom : n*a pcecbio khcaodo- 
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The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizablb elements such as titanium is 
carried out. Slag-forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1.3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1.3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1 .3, with simultaneous alloying of the metal 
with titanium. 
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